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Alerting Abstract JP A 

The anodic oxidn. of Al (alloy) is carried out by (1) anodizing at 
voltage El, (2) electrolyzing in the same electrolyte with a high 
frequency 

pulsating current of voltage E2, where E2 < El, and (3) electrolyzing 
with 

a high-frequency pulsating current of voltage > E2, the process being 
repeated once, or twice. 
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* 1. Verfahren zum Herstellen eines gefaerbten Oxidfilms auf der 

Oberflaeche von Aluminium oder einer Aluminiumlegierung durch 
Anodisierung, dadurch gekennzeichnet , dass man die Oberflaeche 

mit 

einer Gleichstromspannung El in einem Elektrolyt auf der Basis 

von 

Schwef elsaeure anodisiert, urn einen im wesentlichen farblosen 
Oxidfilm gewuenschter Dicke herzustellen, worauf man dann das 
anodisierte Aluminium oder die anodisierte Aluminiumlegierung 

einer 

Wechselstromelektrolyse bei einer Spannung E2, die niedriger 

ist 

als die Spannung El, unterwirft. 
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Original Abstract: A colored oxide film on the surface of aluminium or 
an 

alloy thereof can be formed by anodizing at a D.C. voltage in an 
electrolyte based on sulfuric acid, followed by alternating current 
electrolysis at an A.C. voltage which is lower than the D.C. 
voltage. 

In order to increase the degree of coloring of the colored oxide 
film, 

after the alternating current electrolysis the A.C. voltage is 
raised 

to a higher level but lower than the D.C. voltage, followed by 
dropping 

the voltage down to a level of the A.C. voltage or thereabout. 
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